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REACTIONS OF ANILINE LAKES.

Colouring Matter.
	Carrier.
	Precipitating Agent.
	Shade.
	Solubility of the Lake in
				Varnish.

				Hot
 Water.
 Insol.
	Alcohol
 Fair (yellowish carmine strong yellow (iuorese
	Acetic Acid.
	Turpentine
	
Brilliant rho dn.lin.-red B (Bayer)
	Barytes
	Tannin and antimony
 salt
	Fiery bluish Bordeaux-red
			Easy (ruby-red)
	Inaol.
	Insol.


	Cliina-clay
	None
	Pale brownish pink
	Insol.
	Fair (car mine), strong yellow lluoroHc,
	Great (ruby-red)
	...
	...


	Green-earth
	None
	Pale bluifll Bordeaux-red
	Inflol,
	Fair (hluinh pink), very strong yellow ifuoreHC.
	Somewhat (bluish pink)
	
	

Russia-leather-red N (Oeliler)
	Barytes
	Tannin and antimony salt
	Deep Bordeaux-rod
	Great
	Great (ruby-red)
	Groat (ruby-rod)
	Insol,
	Illfiol,


	China-clay
	None
	Brownish Bordeaux-red
	Insol,
	Fair (bhiish carmine)
	Great (ruby-red)
	...
	...


	Green-earth
	None
	Pale brownish Bordeaux-,red
	Inaol,
	Fair (bluish carmine)
	Fair (ruby-red)
	...
	...

JT?   O
